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(54) A black high temperature emissivity paint 

(57) A black high temperature emissivity paint com- 
prises 27.5wt black pigment, 50.5% acrylic resin and 
22wt% silicone resin excluding solvent. The black pig- 
ment comprises (Co,Fe)(Fe,Cr) 2 0 4 and Ni. The black 
high temperature emissivity paint is applied to compo- 
nents of gas turbine engines and the gas turbine engine 
is run at the gas turbine engines normal operating con- 
ditions. The component coated with the black high tem- 
perature emissivity paint is viewed by an optical pyrom- 
eter and the optical pyrometer is used to determine the 
temperature of the component. The pyrometer meas- 



ures the energy radiated by the component. The advan- 
tage of the black high temperature emissivity paint is 
that the colour, and hence the emissivity, remain un- 
changed at temperatures of 1100°C and greater. This 
enables the pyrometer to be used without the need to 
recalibrate the pyrometer to take into account changes 
in emissivity of the black high temperature emissivity 
paint. It enables higher temperature use with more ac- 
curacy. 
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Description 

[0001] The present invention relates to black high 
temperature emissivity paint. 

[0002] Black high temperature emissivity paints are 
used in the development, or operation, of gas turbine 
engines. Black high temperature emissivity paints are 
applied to components of gas turbine engines and the 
gas turbine engine is run at the gas turbine engines nor- 
mal operating conditions. The component coated with 
the black high temperature emissivity paint is viewed by 
an optical pyrometer and the optical pyrometer is used 
to determine the temperature of the component. The py- 
rometer measures the energy radiated by the compo- 
nent. The temperature is determined because the emis- 
sivity of the black high temperature emissivity paint is 
known. 

[0003] Existing black high temperature emissivity 
paint changes colour at temperatures of 900°C and 
greater and hence the emissivity of the black high tem- 
perature emissivity paint changes. Thus it may be nec- 
essary to recalibrate the pyrometer at different temper- 
atures to take into account the change in colour, and 
emissivity, of the black high temperature emissivity paint 
at different temperatures. 

[0004] There is a requirement for black high temper- 
ature emissivity paint whose colour remains unchanged 
at temperatures of 1100°C and greater. 
[0005] Accordingly the present invention seeks to pro- 
vide a novel black high temperature emissivity paint 
whose colour remains unchanged at temperatures of 
1100°C and greater. 

[0006] Accordingly the present invention provides a 
black high temperature emissivity paint comprising a 
black pigment, a binder and a solvent, the black pigment 
comprising (Co.Fe) (Fe,Cr) 2 0 4 and Ni. 
[0007] Preferably the binder comprises acrylic resin 
and silicone resin. 

[0008] Preferably the black high temperature emissiv- 
ity paint comprises 25wt% to 35wt% black pigment, 
40wt% to 60wt% acrylic resin and 20wt% to 30wt% sil- 
icone resin excluding solvent. 

[0009] Preferably the black high temperature emissiv- 
ity paint comprises 27.5wt% black pigment, 50.5wt% 
acrylic resin and 22wt% silicone resin excluding solvent. 
[0010] Preferably the solvent comprises a mixture of 
propylene glycol ethers. 

[0011] Preferably the solvent comprises a mixture of 
80% 1 -methoxy-2-propanol and 20% dipropylene glycol 
monomethyl ether. 

[0012] The present invention will be more fully de- 
scribed by way of example. 

[0013] A black high temperature emissivity paint ac- 
cording to the present invention consists of a black pig- 
ment, a binder and a solvent, the black pigment consists 
of a mixed metal oxide and nickel in particular (Co.Fe) 
(Fe,Cr) 2 0 4 and Ni. The binder preferably consists of 
acrylic resin and silicone resin. 



[0014] The solvent preferably comprises a mixture of 
propylene glycol ethers. Preferably the solvent compris- 
es a mixture of 80% 1-methoxy-2-propanol and 20% 
dipropylene glycol monomethyl ether. The amount of 
5 solvent used depends upon the particular method of ap- 
plying the paint. 

[0015] Preferably the black high temperature emissiv- 
ity paint consists of 25wt% to 35wt% black pigment. 
40wt% to 60wt% acrylic resin and 20wt% to 30wt% sil- 

*o icone resin excluding solvent. 

[0016] Preferably the black high temperature emissiv- 
ity paint consists of 27.5wt% black pigment, 50.5wt% 
acrylic resin and 22wt% silicone resin excluding solvent. 
[0017] The black pigment has a CI Pigment Number 

15 Black 27 and is sold under the product code CT1701 . 
Black, by Johnson Matthey, Ceramic Materials Division, 
Uttoxeter Road ; Stoke-on-Trent, Staffordshire, ST3 
7XW f England. 

[0018] The black high temperature emissivity paint is 
zo applied to a component of gas turbine engines, for ex- 
ample a turbine blade, a turbine vane, a combustion 
chamber etc, and the gas turbine engine is run at the 
gas turbine engines normal operating conditions. The 
component coated with the black high temperature 
25 emissivity paint is viewed by an optical pyrometer and 
the optical pyrometer is used to determine the temper- 
ature of the component. The pyrometer measures the 
energy radiated by the component. The temperature is 
determined because the emissivity of the black high 
30 temperature emissivity paint is known. 

[0019] The advantage of the black high temperature 
emissivity paint is that the colour, and hence the emis- 
sivity, of the black high temperature emissivity paint, re- 
main unchanged at temperature of 1 1 00°C and greater. 
35 This enables the pyrometer to be used without the need 
to recalibrate the pyrometer to take into account chang- 
es in emissivity of the black high temperature emissivity 
paint. It also enables pyrometers to be used at higher 
temperatures with a greater degree of accuracy in the 
40 temperature measurements. 

[0020] Although the present invention has been de- 
scribed with reference to the application of the. black 
high temperature emissivity paint on gas turbine engine 
components, it is equally applicable to apply the black 
45 high temperature emissivity paint on components of oth- 
er engines and other apparatus, which operate at high 
temperatures. 



so Claims 

1 . A black high temperature emissivity paint compris- 
ing a black pigment, a binder and a solvent, char- 
acterised in that the black pigment comprising 

55 (Co.Fe)(Fe,Cr) 2 0 4 and Ni. 

2. A black high temperature emissivity paint as 
claimed in claim 1 wherein the binder comprises 
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acrylic resin and silicone resin. 

A black high temperature emissivity paint as 
claimed in claim 1 or claim 2 comprising 25wt% to 
35wt% black pigment. 40wt% to 60wt% acrylic resin 5 
and 20wt% to 30wt% silicone resin excluding sol- 
vent. 

A black high temperature emissivity paint as 
claimed in claim 3 comprising 27.5wt% black pig- 10 
ment 50.5wt% acrylic resin and22wt% silicone res- 
in excluding solvent. 

A black high temperature emissivity paint as 
claimed in any of claims 1 to 4 wherein the solvent is 
comprises a mixture of propylene glycol ethers. 

A black high temperature emissivity paint as 
claimed in claim 5 wherein the solvent comprises a 
mixture of 80% 1 -methoxy-2-propanol and 20% 20 
dipropylene glycol monomethyl ether. 
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